

(1) Longitudinally Extruded and Expanded 
Porous PTFE Tube Fitted onto a Mandrel 



(2) Helically Wrap Porous 
PTFE Film Tube Onto Mandrel 



(3) Heat treat Film Tube On 
Mandrel To Bond Film Together 



(4) Remove Film Tube From Mandrel 



(5) Fit Film Tube Over Porous PTFE Tube and 
Mandrel; Tension Film Tube to Reduce 
Circumference to Conform to Porous PTFE Tube; 
Longitudinally Restrain 



(6) Heat Treat To Bond Film Tube To 
Porous PTFE Tube 



(7) Remove (Porous PTFE Tube and Film Tube) 
Composite Tube From Mandrel 



(8) Fit Composite Tube Over Larger Mandrel 



(9) Heat Treat to Better Resist Recoil 



(10) Remove Composite Tube From Mandrel 



(1 1 ) Fit Composite Tube Over A Smaller Mandrel and 
Tension to Reduce Diameter to 
Conform To Mandrel 



(12) Optional: Longitudinally Restrain; 
Heat Treat Composite Tube to Stabilize 
Dimensions During Possible Subsequent Heat 
Sterilization 



(13) Remove Finished Interior Liner From Mandrel 



